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Sir : 

Responsive to the Official Action of June 6, 2002, 
please amend the above-identified application as follows. 


IN THE CLAIMS: 


Amend claim 3 as follows: 


--3. (amended) A process for producing manganese 
dioxide with a sodium \content of 0.05 to 0.2% by weight for 
lithium primary batteries, the process consisting 
essentially of the sieps of neutralizing electrolytic 
manganese dioxide with am aqueous solution containing 2.0 to 
5.0g of sodium hydroxide Vper kg of manganese dioxide and 
then heating the neutralized manganese dioxide to produce 
manganese dioxide having a sqdium content of 0.05 to 0.2% by 
weight . 



